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Carbon nanotubes (CNTs) are not intrinsically superconducting but they can 
carry a supercurrent when connected to superconducting electrodes |l|-y|. This 
supercurrent is mainly transmitted by discrete entangled electron-hole states 
confined to the nanotube, called Andreev Bound States (ABS). These states 
are a key concept in mesoscopic superconductivity as they provide a universal 
description of Josephson-like effects in quantum- coherent nanostructures (e.g. 
molecules, nanowires, magnetic or normal metallic layers) connected to super- 
conducting leads [5(1. We report here the first tunneling spectroscopy of indi- 
vidually resolved ABS, in a nanotube-superconductor device. Analyzing the 
evolution of the ABS spectrum with a gate voltage, we show that the ABS arise 
from the discrete electronic levels of the molecule and that they reveal detailed 
information about the energies of these levels, their relative spin orientation 
and the coupling to the leads. Such measurements hence constitute a power- 
ful new spectroscopic technique capable of elucidating the electronic structure 
of CNT-based devices, including those with well-coupled leads. This is rele- 
vant for conventional applications (e.g. superconducting or normal transistors, 
SQUIDs [3||)and quantum information processing (e.g. entangled electron pairs 
generation 6|, |7||, ABS-based qubits [8] ). Finally, our device is a new type of 
dc-measurable SQUID. 

First envisioned four decades ago [9], ABS are electronic analogues of the resonant states 
in a Fabry-Perot resonator. The cavity is here a nanostructure and its interfaces with super- 
conducting leads play the role of the mirrors. Furthermore, these "mirrors" behave similarly 
to optical phase-conjugate mirrors: because of the superconducting pairing, electrons in 
the nanostructure with energies below the superconducting gap are reflected as their time- 
reversed particle - a process known as Andreev Reflection (AR). As a result, the resonant 
standing waves - the ABS - are entangled pair of time-reversed electronic states which have 
opposite spins (Fig. la); they form a set of discrete levels within the superconducting gap 
(Fig. lb) and have fermionic character. Changing the superconducting phase difference Lp 
between the leads is analoguous to moving the mirrors and changes the energies E^^Lp) of 
the ABS. In response, a populated ABS carries a supercurrent ^^-q^ through the device, 
while states in the continuous spectrum (outside the superconducting gap) have negligible 
or minor contributions in most common cases [5]. Therefore, the flnite set of ABS gener- 



ically determines Josephson-like effects in such systems. As such, ABS play a central role 
in mesoscopic superconductivity and can be seen as the superconducting counterpart of the 
Landauer channels for the normal state: in both cases, only a handful of them suffices to 
account for all the transport properties of complex many-electron systems such as atomic 
contacts or CNTs. In effect, the ABS concept quantitatively explains the Josephson effect 
in atomic contacts [10|; it also explains tunneling spectroscopy of vortex cores and surface 
states in some superconductors |lll]. However, there has been to date no detailed direct 
spectroscopic observation of individual ABS. Interest in such spectroscopy has increased 
with recent proposals for using ABS as quantum bits ^], and AR as a source of entangled 
spin states p|. 

Nanotubes are particularly good candidates for the observation of ABS. First, CNT- 
superconductor hybrid systems are expected to show a small number of ABS, and the typical 
meV energy scales involved in nanotube devices are comparable with conventional supercon- 
ducting gaps. These are favourable conditions for a well-resolved spectroscopy experiment. 
Second, given the length of CNTs, it is possible to introduce an additional tunnel probe which 
enables straightforward tunneling spectroscopy [12|. Furthermore, CNTs are of fundamental 
interest as nearly ideal, tunable one-dimensional systems in which a wealth of phenomena 
(e.g. Luttinger-liquid behavior [13l|, Kondo effects [3|, llJ| and spin-orbit coupling [15]) has 
been observed, whose rich interplay with superconducting coupling has attracted a lot of 



interest 



16^221. 



Our sample is described in Figure 1. A CNT is well connected to two superconducting 
metallic contacts 0.7 pm apart, leaving enough space to place a weakly-coupled tunnel 
electrode in between. The electrodes are made of aluminum with a few nm of titanium as a 
sticking layer (see SI for details); they become superconducting below ^ 1 K. The two outer 
contacts are reconnected, forming a loop. A magnetic flux $ threaded through the loop 
produces a superconducting phase difference ip = ^$ across the tube. By measuring the 
differential conductance of the tunnel contact at low temperature (T ^ 40 mK) we observe 
(see Fig. 2a, 3a) well-deflned resonances inside the superconducting gap. The energies of 
these resonances strongly depend on the voltage applied on the back-gate of the device, 
and vary periodically with the phase difference accross the CNT, a signature of ABS. From 
the raw measurement of the differential conductance between the tunnel probe and the 
loop we can extract the density of states (DOS) in the tube (see e.g. flg. 2b) through a 
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Figure 1: a : Generic schematic for an Andreev Bound State (ABS) in a nanostructure between two super- 
conducting leads, which have Densities of States (DOS) with a gap A, and with respective superconducting 
phases ^\^2' At energies within the superconducting gap (grey band) the Andreev reflection process (which 
reflects an electron (e) as a hole (K) - its time-reversed particle - and vice versa) leads to the formation of 
discrete resonant states of entangled e — h pairs confined between the superconductors. These states -the 
ABS- are electronic analogues to the resonances in an optical Fabry-Perot cavity, b : The local DOS in 
the nanostructure is thus expected to display a set of resonances in the gap at the energies of the ABS. 
The energies of the ABS should depend periodically on the superconducting phase difference '^ = '^x — ^^2 
which is analogous to the optical cavity length, c : Color-enhanced scanning electron micrograph of a device 
fabricated for the spectroscopy of ABS in a CNT which appears here as the thin vertical grey line. The 
substrate consists of highly doped silicon serving as a back gate (figured here in violet), with a Ipm-thick 
surface oxide layer. A grounded superconducting fork (green) is well connected to the tube, forming a loop. 
The measurement of the differential conductance dljdV of a superconducting tunnel probe (red) weakly 
connected to the tube gives acces to the density of states in the CNT, where ABS are confined. The energies 



of the ABS can be tuned by varying the gate voltage Vg and the magnetic flux $ threading the loop. 
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Figure 2: a: Differential conductance of the tunnel probe at a fixed gate voltage]^ = —0.5 V as a function of 
the bias voltage V of the probe junction (vertical axis) and of the current in a coil (top axis) which controls 
the flux $ through the loop. The sharp resonances are the signature of the ABS, and the periodicity of 
the pattern demonstrates that ABS coherently connect the two end contacts and are sensitive to their 
superconducting phase difference cp (bottom axis). The solid color traces correspond to cross sections of the 
data at the flux indicated by the dashed line. Go = 2e^/h denotes the conductance quantum, b DOS in 
the CNT as deconvolved from the data in panel a, assuming BCS DOS in the tunnel probe. The device 
can be operated as a dc-current SQUID magnetometer by biasing it at a point which maximize dl/d^, as 
indicated by a red circle. The fact that the phase is not zero at zero current in the coil is due to a residual 
magnetic field in our setup. 

straightforward deconvolution procedure (see SI). Figure 2 shows the dependence of the ABS 
spectrum on the flux in the loop at a fixed gate voltage. By dc-biasing this device at a point 
which maximizes dl/d^ (see Fi g;. 2a), it can be used as a SQUID magnetometer which 
combines the advantages of Refs |23| and |3|. Being nanotube-based, our SQUID should be 
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Figure 3: Note: These color plots display well on computer screens. However, the printed 
appearance might be too dark depending on the printer used. 

a Gate dependence of the differential conductance of the tunnel probe, b DOS in the CNT as deconvolved 
from the data in panel a, after correcting for the gating effect of the probe junction which appears as a 
slight horizontal shear in panel a. The ABS form an intricate pattern of intertwined lines. Predicted from a 
basic quantum-dot model for the CNT, the green dotted bell-shaped lines are the positions of ABS arising 
from a single Spin-Split Pair of Levels (SSPL - white dashed lines) crossing the gap as the gate voltage is 
increased. The spin labelling indicates only the relative orientations of the spins in these levels. Most of the 
resonances observed in this panel have similar shapes and can be attributed to different SSPL. However, some 
resonances corresponding to two different SSPL are connected together where indicated by the diamonds, c 
Calculated DOS involving several coupled SSPL in a double quantum dot model. Here a SSPL is represented 
by a pair of dashed lines of the same color. The positions of the levels and their coupling to the electrodes 
were adjusted to provide best overall agreement with 2b. This simple model captures many of the observed 
features and shows how ABS spectroscopy allows the identification of the dot levels, and in particular of 



their relative spin, without applying any magnetic field. 
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Figure 4: top panels: experimental deconvolved DOS as a function of Vg and predictions of our double 
quantum dot model, at phase (p = 0. Bottom pannels: experimental phase dependence taken at gate 
voltages indicated by the plain coloured lines in the top panels, and corresponding predictions of the model. 
All theoretical panels use the same set of parameters; the corresponding level positions are indicated by the 
dashed lines in the second pannel. The spin labelling indicates only the relative orientations of the spins in 
these coupled levels. 

able to detect the reversal of magnetic moments of only a few Bohr magnetons[3|. At the 
same time, the present device can be read out with a dc current measurement (similar to 

n A 

|23l |) and requires a single gate voltage, making it easier to operate than Ref. |3||. The gate 
voltage dependence of the DOS shows a pattern of resonance lines (Fig. 3b) which is more 
or less intricate depending on the strength of the coupling to the leads (see SI). 

We now show that the ABS observed in this device arise from the discrete molecular levels 



in the CNT. For this we describe phenomenologicaUy our nanotube as a Quantum Dot (QD) 
coupled to superconducting leads (See the SI for a detailed discussion of the model). The 
essential physics of ABS in this system is already captured when one considers a single orbital 
of the QD filled with either one or two electrons. Due to the Pauli exclusion principle, these 
two electrons have opposite spins and can thus be coupled by Andreev Refiection. Also, the 
doubly occupied state is higher in energy by an eflFective charging energy U which can be 
determined from the experimental data. Hence, the minimal eflFective model consists of a 
Spin-Split Pair of Levels (SSPL) whose parameters are the splitting t/, the mean position 
E of the SSPL relative to the Fermi level (which is controlled by the gate voltage Vg)^ and 
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has shown 



the coupling to the leads (see Fig. Sla in SI). Previous theoretical work 

that there can be up to four ABS, symmetric (in position, but not in intensity) about the 

Fermi Level. For suflSciently large U (respectively, £"), however, the two outer (respectively, 



all) ABS merge with the continuum and are no longer visible in the spectrum |24l-l26| . 

We now discuss the dependence of the ABS energies on the gate voltage Vg. The ABS 
appear as facing pairs of bell-shaped resonances centred at E{Vg) = and with their bases 
resting against opposite edges of the superconducting gap (see green dashed curves in Fig. 
3b.). For large enough U the inner resonances cross at the Fermi energy, forming a loop 
(Fig. 3b.). Such loops are a distinct signature of SSPL in this model (spin-degenerate levels 
{U = 0) cannot give loops). Most of the features observed in Fig. 3b can be identified as 
such pairs of bell-shaped resonances corresponding thus to diflFerent SSPL in the nanotube. 

Closer inspection reveals however that adjacent resonances are sometimes coupled, form- 
ing avoided crossings (as indicated by (} symbols in Fig. 3b, 4), so that we need to consider 
the case where two SSPL contribute simultaneously to the spectral properties within the 
superconducting gap. For this, we extend the model to two serially-connected QD each 
containing a SSPL, with a significant hopping term in between. This model is fairly natural, 
given that the centre tunnel probe electrode is likely to act as an eflScient scatterer. The 
full description of the model, the derivation of the retarded Green function from which we 
obtain the spectral properties, and the parameters used to produce the theoretical panels 
in Figures 3&4 are detailed in the SI. Assuming for simplicity that all states in the two 
dots are identically capacitively coupled to the gate and that the couplings to the leads are 
independent of V^, we can locally reproduce most features of the gate- voltage dependence 
of the DOS, and simultaneously the flux dependence at fixed Vg (see fig. 4). By summing 
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contributions of independent SSPLs and pairs of coupled SSPLs, (i.e. isolated orbitals and 
coupled pairs of QD orbitals) we can also reproduce the observed dependence on an extended 
Vg range (See Fig. 3 b & c, and discussion in the SI). 

Note that a single superconducting terminal is sufficient to induce ABS in a QD (in which 



case, of course, there can be no supercurrent) (see Refs. 271, l28|). Given this, and in light 
of our analysis, we think that some features observed in Refs 29|, l30| which were tentatively 



explained as out-of-equilibrium second order AR can now be reinterpreted as equilibrium 



27. 



ABS spectroscopy on a QD well connected to one superconducting lead, as in Refs. 
with the second lead acting as a superconducting tunnel probe. 

The agreement between experiment and theory in Figs. 3 and 4 shows that ABS spectra 
constitute an entirely new spectroscopic tool for QDs and CNTs. This spectroscopy provides 
extremely detailed information, in particular about the relative spin state of the nanotube 
levels without requiring high magnetic fields. Note that, in contrast to the usual Coulomb 
blockade spectroscopy of QDs, the energy resolution is here essentially independent of the 
temperature (as long as fc^T <C A) and of the strength of the coupling to the leads. It 
should therefore allow the exploration of the transition between the Fabry-Perot (where 

nn 

the Luttinger-Liquid physics is expected to play a role p^, ll9||) and the Coulomb blockade 
regimes in CNT. We also expect this new technique to be able to provide key insights in cases 
where simple charge transport measurements are not sufficient to fully probe the physics at 
work. In particular, it should allow detailed investigation of the competition between super- 
conductivity and the Kondo effect [lo] which arise for stronger couplings to the leads. Also, 
used in combination with an in-plane magnetic field, it could also probe spin-orbit interac- 
tions (20l-l22|. Finally it should be emphasized that even while our phenomenological model 
successfully describes the observed experimental data further theoretical work is needed in 
order to establish a truly microscopic theory which should predict the level splittings from 
the bare many-body Hamiltonian. 

The information extracted from such spectroscopy may also help to optimize Field Effect 
Transistors, SQUIDs or even Nano Electromechanical devices based on nanotubes, by better 
understanding how current is carried through the device. It could also be used for evaluating 
recently proposed devices for quantum information processing such as entangled electron pair 
generation by crossed Andreev reffection [6|| or ABS-based quantum bits [8]. Regarding the 
latter, our observation of tunable ABS is heartening even though the measured spectroscopic 
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linewidth (30 — 40 peV FWHM) seems to question the feasability of such qubits (if it were 
intrinsic to the sample, it would correspond to sub-ns coherence time). The present linewidth 
is however likely to be caused simply by spurious noise in the experimental setup. More 
investigations are needed in order to assess the potential of nanotube ABS as qubits. 

To summarize, we have performed the first tunneling spectroscopy of individually resolved 
ABS which provide a universal description for the Josephson effect in weak links. The 
analysis of the ABS spectrum constitutes a powerful and promising spectroscopic technique 
capable of elucidating the electronic structure of CNT-based devices, including those with 
well-coupled leads. 
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